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© Oxide superconducting wire, manufacturing method thereof, oxide superconducting coil and cable 
conductor. 

© A long oxide superconducting wire for a coil or a cable, manufacturing method thereof, an oxide supercon- 
ducting coil and a cable conductor which have high operational frequency are provided. The wire is a tape-like 
oxide superconducting wire including a plurality of filaments (1) of oxide superconductor embedded in a matrix 
(2) and each filament (1) is twisted spirally along the longitudinal direction of the tape wire. By winding the wire 
in a coil, an oxide superconducting coil is obtained. When a plurality of such wires are collected, an ox.de 
superconducting cable conductor can be obtained. 

FIG. 4 
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BACKGROUND OF THE INVENTION 
Field of the Invention 

5 The present invention relates to a superconducting wire and manufacturing method thereof, as well as 

to an oxide superconducting coil and a cable conductor. More specifically, the present invention relates to 
an oxide superconducting wire, manufacturing method thereof, an oxide superconducting coil and a cable 
conductor having high critical current density and low a.c. loss. 

w Description of the Background Art 

In. recent years, superconducting materials of ceramics, i.e., oxide superconducting materials, are 
watched with interest due to higher critical temperatures thereof. Among these materials, yttrium, bismuth 
and thallium oxide superconducting materials which exhibit high critical temperatures of about 90K, 110K 

75 and 120K respectively, are expected for practical application. 

A single-filamentary oxide superconducting wire having high critical current density formed of such 
oxide superconducting materials is obtained by heat treating and then covering with a metal sheath the 
materia! powder, drawing, rolling and by further heat treatment. Similarly, an oxide superconducting multi- 
filamentary wire having high critical current density is obtained by heat treating powder mainly consisting of 

20 oxide superconducting material, then covering the same with a metal sheath, drawing and putting together 
the as-obtained wires to provide a multi-filamentary wire, and further by drawing, rolling and heat treating 
the same. 

It has been conventionally known that an oxide superconducting wire having higher critical current 
density can be obtained by repeating several times the steps of rolling and heat treatment in manufacturing 
25 such an oxide superconducting wire. 

If such an oxide superconducting wire is to be applied to an a.c. cable or magnet, it must have low a.c. 
loss, high strength and superior property under bending-strain, in addition to the high critical current. 

The single-filamentary and the multi-filamentary oxide superconducting wires manufactured through the 
conventional method described above have as high a critical density as 30000A/cm 2 or higher, 
ao However when an a.c. current is applied with the wire wound in a coil, there is generated an a.c. loss 

heat radiation. This is because an induced current flows between the metal sheath and the ceramics when 
an a.c. current is applied, resulting in heat radiation caused by a.c. loss of normal conduction resistance of 
the metal sheath, as compared to the case when a d.c. current is applied, in which case current flows only 
through the ceramic portions. Since the temperature of the coil as a whole increases, critical current density 
35 is decreased. 

Accordingly, the operational frequency of the coil manufactured in accordance with the conventional 
method has been about 0.1 Hz at the highest. 



SUMMARY OF THE INVENTION 

An object of the present invention is to solve the above described problems and to provide a long oxide 
superconducting wire for a coil or a cable, manufacturing method thereof, an oxide superconducting coil 
and a cable conductor which have high operational frequency. 

Another object of the present invention is to provide a long oxide superconducting wire for a coil or a 
cable, manufacturing method thereof, an oxide superconducting coil and a cable conductor having high 
operational frequency and high strength. 

A further object of the present invention is to provide a long oxide superconducting wire for a coil or a 
cable, manufacturing method thereof, an oxide superconducting coil and a cable conductor having high 
operational frequency and superior property under bending-strain. 

According to one aspect of the present invention, an oxide superconducting wire is provided, which wire 
is a tape-like oxide superconducting wire including a plurality of filaments of oxide superconductor 
embedded in a matrix, with the filament twisted spirally along the longitudinal direction of the tape wire. 

As mentioned above, the filament of oxide superconductor embedded in the matrix is twisted. spirally 
along the longitudinal direction of the wire. Therefore, the induced current flowing between the matrix and 
the filament is cut at every twist pitch and flows in a small loop, so that the magnitude of the current is 
limited. As a result, heat radiation caused by a.c. loss of the matrix can be avoided. This function will be 
discussed in detail with reference to the figures. 

Fig. 8 is a perspective view showing a conventional oxide superconducting multi-filamentary wire. 
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Referring to Fig. 8, the multi-filamentary wire is constituted by filaments 11a, 11b, 11c and lid of oxide 
superconductor embedded in a silver matrix 2. 

When the multi-filamentary wire structured in this manner experiences a change in the magnetic field 
dB/dt generated, for example, by a coil, there is generated a large induced current loop 13 other than the 
5 applied current between filaments 11a and 11b because of an induced electromotive force, and therefore a 
large loop current I flows. Accordingly, heat radiation derived from the superconducting resistance of silver 
matrix 2 increases in proportion to (dB/dt) 2 with the frequency. 

By contrast, Fig. 7 is a perspective view showing an oxide superconducting multi-filamentary wire of 
one example of the present invention. 
w Referring to Fig. 7, the multi-core wire is constituted by filaments 1a, 1b, 1c and Id of oxide 

superconductor embedded in silver matrix 2, with each of the filaments 1a, lb, 1c and 1d twisted spirally 
along the longitudinal direction of the multi-filamentary wire. 

When the multi-filamentary wire structured in this manner experiences the change in the magnetic field 
dB/dt, the induced current loop 3 is limited by the length L P of the twist pitch of the filaments 1a and 1b. 
75 Consequently, the magnitude of loop current l P also decreases, and the a.c. loss decreases as the length L P 
of the twist pitch decreases. 

Preferably, the pitch of the twist should be at least the width of the wire. This prevents disconnection of 
the wire during twisting, rolling and drawing. 

Preferably, the matrix may be silver or silver alloy, since the matrix of silver or silver alloy can serve as 
20 a stabilizer. The a.c. loss mentioned above is in reverse proportion to the resistance value of the matrix. In 
order to reduce the a.c. loss, it is preferable to provide a matrix having high resistance, by using silver alloy. 

According to another aspect of the present invention,, an oxide superconducting wire is provided which 
is similar to the wire of the aforementioned aspect and additionally characterized in that each of the plurality 
of filaments is covered by silver or silver alloy, and a barrier layer of metal or metal alloy having the 
25 resistance value at a room temperature higher than that of silver alloy and in the range of 10~ 6 to 1(r 10 nm 
is provided to surround one or more filaments covered by silver or silver alloy in the longitudinal direction of 
the wire. 

More preferably, the barrier layer should be formed of metal or metal alloy having the resistance value 
at a room temperature in the range of from 10~ 7 to 10~ 9 0m. 

30 As described above, a barrier layer of high resistance is provided to surround the filament in the 
longitudinal direction of the wire is provided. The barrier layer may be provided thin over the surface or at 
the interface between the oxide superconducting material and the metal sheath before the single-filamentary 
wires are put together, and as it experiences work hardening during the subsequent steps of drawing, 
twisting and rolling, disconnection is not caused. In addition, since the barrier material experiences 

35 appropriate work hardening, tensile strength and bending strength of the finished tape are improved, and 
therefore an oxide superconducting wire, which has high strength and high resistance against high 
electromagnetic stress when it. is wound into a coil and current is applied, can be obtained. 

According to a still another aspect of the present invention, an oxide superconducting coil is provided 
which is formed of a tape-like oxide superconducting wire including a plurality of filaments of oxide 

40 superconductor embedded in a matrix, with each filament twisted spirally along the longitudinal direction of 
the tape wire. In the superconducting wire structured in this manner, heat radiation caused by the a.c. loss 
of the matrix is reduced as already described. Therefore, a coil having high operational frequency can be 
obtained. 

In accordance with a still another aspect of the present invention, an oxide superconducting cable 
45 conductor is provided, which is formed of a tape-like oxide superconducting wire including a plurality of 
filaments of oxide superconductor embedded in a matrix, with each filament being twisted spirally along the 
longitudinal direction of the tape wire. In the superconductor wire structured in this manner, heat radiation 
caused by a.c. loss of the matrix is reduced as already described. Therefore, a cable conductor having high 
operational frequency can be obtained, 
so According to a still further aspect of the present invention, a method of manufacturing an oxide 
superconducting wire is provided which includes the steps of heat treating and then covering with a metal 
sheath, powder mainly consisting of oxide superconducting material, drawing and putting together the as- 
obtained wires to provide a multi-filamentary wire, drawing and rolling, and heat treating, in which in the 
step of drawing and rolling after the wires are put together to provide a multi-filamentary wire, each as- 
55 obtained wire with circular cross section is drawn, twisted and then rolled. 

According to this method, by this twisting, the induced current flowing between the metal sheath and 
the ceramics is cut at every pitch of the twist and flows in a small loop, so that the magnitude of the current 
is limited and heat radiation caused by the a.c. loss of the metal sheath can be avoided. Therefore, 
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operational frequency when the wire is applied to a coil or a cable in the conventional manner can be 
increased The twisting is effected after the material powder is covered by the metal sheath, drawn, put 
together to provide a multi-filamentary wire and again drawn, before rolling. Therefore, there is not an 
irregularity of filaments inside after rolling, and therefore, rolling can be carried out easily. 
5 A technique for reducing surface of a shielded current loop by twisting filaments in a metal supercoduc- 

ting wire having circular cross section has been' disclosed in Yamamura et al. Chodendo Kogaku - 
(Superconductivity Engineering) 1974, pp. 64-66. 

However, the present invention is directed to a very thin tape-like oxide superconducting wire. 
According to the present invention, it becomes possible to twist the filaments in the tape-like wire by 
jo twisting the wire while it has circular cross section and then rolling. 

Preferably, after the wires are twisted, the wires should be again drawn and rolled. 
Since the wires are drawn, then twisted and again drawn, swells of the wires generated during the 
twisting process can be eliminated. Therefore, after rolling, there is not snaking of the tape, and the tape 
can be uniformly rolled. There is not a possibility of untwisting of the filaments in the tape. 
is Preferably the pitch of the twist after rolling should be made at least the width of the wire after rolling. If 
the twist pitch' is made equal to or larger than the tape width after rolling, the wire is not disconnected 
during the steps of twisting, rolling and drawing. 

More preferably, the angle of inclination at the step of twisting after rolling should be made at least 0.5" 
with respect to the direction of the wire. If the twisting is effected in this range, the filament simply has its 
20 arrangement directly changed in the longitudinal direction, and therefore uneven processing of the filament 
is prevented Further, since the filament is arranged at an angle with respect to the longitudinal direction of 
the tape because of the twist, the bending-strain of the filament when the tape is bent can be reduced as a 
result Therefore, property under stain of the tape with respect to the critical current can be improved when 
the tape is twisted. If the angle of twist is smaller than 0.5 \ the effect of twisting is not obtained, and this 
25 effect can be obtained if the angle is 0.5 • or larger. 

The angle of inclination here refers to the maximum angle a of the filament 51 positioned at the 
outermost layer of the wire and the center line 50 along the longitudinal direction of the wire. 

According to a still further aspect of the present invention, a method of manufacturing an oxide 
superconducting wire is provided which includes the steps of heat treating and then covering with a metal 
30 sheath, powder mainly consisting of an oxide superconducting material, drawing and putting together the 
as-obtained wires to provide a multi-filamentary wire, drawing and rolling, and heat treating, in which a metal 
or metal alloy having resistance value at a room temperature higher than that of the metal sheath and in the 
range of 10~ 6 to 10-'°nm is provided at the surface of the as-obtained single filamentary wire or between 
the oxide superconducting material and the metal sheath, before the single filamentary wires are put 
35 together to provide the multi-filamentary wire. 

More preferably the metal or metal alloy deposited at the surface of the single-filamentary w.re or at 
the interface between the oxide superconducting material and the metal sheath has. a resistance value at a 
room temperature in the range of 10 -7 to 10 _9 0m. 

In this manner a barrier layer of metal or metal alloy having high resistance is provided at the surface 
40 of the single-filamentary wire or at the interface between the oxide superconducting material and the metal 
sheath The barrier of high resistance disposed between the filaments may be provided thin over the 
surface or at the interface between the oxide superconducting material and the metal sheath before the 
single-filamentary wires are put together. Since the barrier experiences work hardening during the subse- 
quent steps of drawing, twisting and rolling, disconnection is not caused. Further, since the barrier material 
45 experiences appropriate work hardening, tensile strength and bending strength of the finished tape are 
improved and therefore an oxide superconducting wire which has high strength and high resistance against 
high electromagnetic stress when it is wound into a coil and current is applied thereto, can be obtained. 

Preferably in the steps of drawing and rolling after the wires are put together to prov.de a multi- 
filamentary wire the as-obtained wire having the circular cross section is drawn and twisted. By twisting the 
so wire in this manner, the heat radiation . caused by the a.c. loss of the metal sheath can be avoided, as 

already described. 

As described above, according to the present invention, an oxide superconducting w.re with low a.c. 
loss can be obtained. Therefore, the oxide superconducting wire manufactured in accordance with the 
present invention can be applied to an oxide superconducting magnet or cable operated at a high frequency 
55 including power frequency of 0.1 Hz or higher, and it can be also applied widely to various coils for a.c. 
motors such as induction motors, synchronous motors, as well as for transformers, and to large-capacity 
a.c. cable conductors. 
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Further, according to the present invention, an oxide superconducting wire which has not only the low. 
ac loss but also high strength and superior property under stain can be obtained. 

It is difficult to reduce the twist pitch in actual manufacturing. However, when silver alloy is used, similar 
characteristic effect as obtained when the twist pitch is reduced, can be obtained. 

The foregoing and other objects, features, aspects and advantages of the present invention will become 
more apparent from the following detailed description of the present invention when taken in conjunction 
with the accompanying drawings. 

BRIEF DESCRIPTION OF THE DRAWINGS 

Figs. 1 to 3 show steps of manufacturing an oxide superconducting wire in accordance with the present 
invention. 

Fig. 4 is a perspective view showing the oxide superconducting wire of one example of. the present 
invention. 

Fig. 5 is a cross section schematically showing the structure of the oxide superconducting wire shown 

,n F Fig 4 6 is a cross section schematically showing the structure of the oxide superconducting wire of 
another example of the present invention. 

Fig. 7 is a perspective view showing an oxide superconducting multi-filamentary wire of an example of 

20 the present invention. 

Fig. 8 is a perspective view showing a conventional oxide superconducting multi-filamentary wire. 
Fig. 9 illustrates the angle of inclination of the superconducting wire in accordance with the present 
invention. 

Fig. 10 shows a structure of an apparatus for measuring the a.c. loss of the oxide superconducting wire. 
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DESCRIPTION OF THE PREFERRED EMBODIMENTS 

The oxide superconducting wire, superconducting coil and manufacturing method thereof in accordance 
with the present invention will be described. 

(Example 1) 

Bi 2 0 3 , PbO, SrC0 3 , CaC0 3 and CuO were mixed to have the composition ratio of 
Bi Pb Sr Ca Cu = 1 81:0.40:1.98:2.21:3.03. The mixed powder was successively subjected to heat treatments 
in the ambient atmosphere at 750 -C for 12 hours, 800 *C for 8 hours, and in a reduced pressure 
atmosphere of 1Torr, at 760 -C for 8 hours. After each step of heat treatment, the powder was pulverized. 
The power obtained through the heat treatment and pulverization was further pulverized by a ball mill, and 
powder of sub micron order was obtained. The powder was subjected to heat treatment at 80O'C for 2 
hours and filled in a metal pipe having the outer diameter of 12mm and inner diameter of 9mm. 
40 The powder filled in the silver pipe was drawn to 1mm and thus a strand was fabricated. Thereafter, a 
plurality of stands 4 were put together and inserted in a metal pipe having the outer diameter of 12mm and 
inner diameter of 9mm, and a multi-filamentary wire having 61 filament was obtained, as shown in Fig. 1. 
Then as shown in Fig. 2, the wire was further drawn until it has the diameter of 1.0mm. Referring to Fig. 2, 
the multi-filamentary wire obtained in this manner consisted of 61 filaments 7 of superconducting material 
45 embedded in a matrix 6 of silver. 

Then referring to Fig. 3, the as-obtained multi-core wires after drawing, which had circular cross 
section were twisted to have the twist pitch of 500mm, 100mm, 50mm and 10mm, respectively, and then 
lightly drawn to the diameter of 0.98mm<f>. The wires were rolled to have the tape width of 3.0mm and the 
thickness of 0.22mm, and heat treatment was effected at 850 'C for 50 hours. Thereafter, the wires were 
further subjected to rolling until it had the thickness of 0.20mm, and further heat treatment at 850 'C for 50 
hours. 

Fig. 4 is a perspective view showing the oxide superconducting wire of one example of the present 
invention obtained in this manner. 

Referring to Fig. 4, the oxide superconducting wire consists of 61 filaments of oxide superconductor in 
a matrix 2 of silver. The filament 1 is twisted spirally along the longitudinal direction of the wire. 

Fig 5 is a cross section schematically showing the structure of the oxide superconducting wire shown 
in Fig. 4. Referring to Fig. 5, the oxide superconducting wire includes filaments 1 of oxide superconductor 
embedded in a matrix 2 of silver. Matrix 2 serves as a stabilizer. 
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In the similar manner, wires having different twist pitches were prepared, and respective wires were cut 
to have the length of 40mm, critical current density Ic of respective cut wires were measured, and the 
influpnre of the twistinq on the lc was studied. 

influence oUhe ^.J^^ ^ ^ 2QA 19A and 1?A jn the wjres having the tw,st p.tches of 500, 
5 100 50 and 10mm, respectively. Though the critical current decreased slightly as the p,tch was made 
smaller it was not significantly reduced. The results were when a d.c. current was applied. 

In this manner, four long oxide superconducting wires having the .ength of 13m and d.ffe ent twist 
Ditches were fabricated, and the obtained wires were wound in the shape of pancakes. The coil had the 
outtr Lmeter of 100mm*. inner diameter of 40mm* and the height of 6mm. Four co,ls were fabricated, 
w using superconducting wires having mutually different tw.st p.tches. annaratll « 
The ac. loss in the coils obtained in this manner was measured and compared by us.ng an apparatus 
such as shown in Fig. 10. The method of measurement will be discussed in detail. 

Referring to Fig 10. by using an a.c. power supp.y 30. an a.c. current was applied to a coil 31 ,n .quid 
nitrogen filled in a cryostat 32. The effective value i, N of the a.c. current was 5A and a frequency f was 
, 5 5uHz 9 TVe coil voltage v 0UT and the coil current i 0 ux generated at both ends of the coi. 31 at th.s tune *are 
measured. In order to remove the voltage of inductance and to measure only the resistance ■component the 
coil voltage v OUT wasmeasured in accordance with the 0' phase output voltage of a lock-in amplifier 33. 
The coil current was measured by using an a.c. voltmeter 34. ,u 0 i„ cc 

■ By using the coil current value and the coil voltage value obtained in th.s manner, the a.c. loss was 
20 calculated in accordance with the following equation: 

a.c. loss = (coil effective current value) x (coil voltage). 

' Asa result of the measurement, the a.c. loss was 210mW, 170mW. 130mW and 20mW in the wires 
25 having the twist pitch of 500. 100, 50 and 10mm. respectively. 

As is apparent from the result, the a.c. loss decreases remarkably as the tw.st p.tch .s reduced 
Meanwhile a long oxide superconducting wire having the length of 50m was fabricated under the same 
condition as above except that it was not twisted after drawing. The obtained wire was wound m a double 
pancake in the similar manner and the a.c. loss was measured in the similar manner which was 300mW_ 
so From the above, it can be understood that when a long wire is manufactured, .f the wire .s twisted after 
drawing in the steps of drawing and rolling, the a.c. loss of the coil employing the wire, can be s.gnif.cantly 

r6dU fhe' inventors tried to fabricate a wire having the length of 50m and the twist pitch of smaller than 
10mm. for example 3mm. However, during the step of twisting, the wire was disconnected at several 
35 portions, and such twisting was impossible. 

Therefore, actually, it is necessary to make the twist pitch not smaller than the tape width. 

(Embodiment 2) 

BbO, PbO SrCOa, CaCOs and CuO were mixed to have the composition ratio of 
Ri Pb Sr Ca Cu = 1 81 0 401 98:2.21:3.03. The mixed powder was successively subjected to heat treatments 
Tn an ambient atmosphere at 750 • C for 12 hours. 800 • C for 8 hours and in a reduced pressure atmosphere 
of iTorr at 760 • C for 8 hours. At the end of each heat treatment, the powder was pulverized. The powder 
'obtained through such heat treatment and pu.verization was further pulverized by a ball mill, and the powder 
of sTb micron order was obtained. The powder was subjected to heat treatment at 800 -C for 2 hours, and 
then filled in a silver pipe having the outer diameter of 12mm and the inner diameter of 1 1mm. 

Further a P ipe of silver with 10% of gold added having the outer diameter of 12.3mm* and the mner 
diameter of 12mm<f> was provided outside the silver pipe. 

The powder fitted in the double pipes was drawn to 1mm. and the as-obtained wires were put together 
and inserted in a silver pipe having the outer diameter of 12mm and the inner diameter of 9mm. to provide 
a multi-filamentary wire having 61 filaments. This wire was further drawn to have the diameter of 1.0mm. 
■ T e multitamentary wire's after drawing which had circular cross section were twisted to have the tw.s 

pitch of 500mm. 100mm. 50mm and 10mm. respectively and lightly drawn to have the diameter o 
0.98mm*. The as-obtained wires were rolled to have the thickness of 0.22mm. and then subjected to heat 

55 treatment at 850 * C for 50 hours. 

Rg 6 is a cross section showing the structure of the oxide superconduct.ng w.re .n accordance with 

this another example of the present invention obtained in this manner. 
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Referring to Fig. 6, the oxide superconducting wire includes filaments 1 of oxide superconductor 
embedded in a matrix 2 of silver. Around the filament 1, a barrier layer 8 of silver with 10% gold added is 
provided, surrounding the filament 1. 

In this manner, wires having different twist pitches were fabricated, and the wires were cut to have the 
s length of 400mm. Critical current Ic of each of the wires was measured, and the influence of twisting on the 

Ic was studied. . 

As a result, the critical currents were 21 A, 20A, 19A and 17A in the wires having the twist pitches of 
500, 100, 50 and 10mm, respectively, and Ic was not significantly reduced, though slightly reduced as the 
pitch was made smaller. The results were when a d.c. current was applied. 
w Four oxide superconducting multi-filamentary wires having the length of 12m and mutually different 
twist pitches were fabricated, and the obtained wires were wound in the shape of pancakes. Each coil has 
the outer diameter of 100mm*. the inner diameter of 40mm* and the height of 6mm. Four co.ls were 
fabricated using superconducting wires having mutually different twist pitches. 

The ac loss of the coils obtained in this manner was measured and compared by using the apparatus 
75 such as shown in Fig. 10, as in Example 1. More specifically, a.c. current having the effective value of 5A 
and frequency of 50Hz was applied to the coil in liquid nitrogen, only the resistance component of the 
voltage generated at both ends of the coil was detected in accordance with the 0* phase signal of the lock- 
in amplifier, and the a.c. loss was compared. 

As a result, the a.c. loss was 74mW, 40mW, 27m W and 3mW in the wires having the twist pitches of 
20 500, 100, 50 and 10mm, respectively. 

As is apparent from the result, the a.c. loss remarkably reduces as the twist pitch is made smaller. 
Meanwhile, a long oxide superconducting wire having the length of 50m was prepared under the same 
condition as above, except that it was not twisted after drawing and high resistance barrier was not 
provided. The obtained wire was wound in the shape of a double pancake in the similar manner, and the 
25 a.c. toss was measured, which was 300mW. 

From the above, it is understood that when a long wire is manufactured, in the steps of drawing and 
rolling, if the wire is drawn and then twisted, the a.c. loss of the coil employing the wire can be significantly 
reduced. 

30 (Example 3) 

Bi 2 0 3 , PbO, SrCOa, CaC0 3 and CuO were mixed to have the composition ratio of 
Bi Pb Sr Ca:Cu = 1.81:0.40:1. 98:2.21:3.03. The mixed powder was successively subjected to heat treatments 
in the ambient atmosphere at 750 -C for 12 hours, 800 -C for 8 hours and, in a reduced pressure 
35 atmosphere of 1Torr, at 760 -C for 8 hours. At the end of each heat treatment, the powder was pulverized. 
The powder obtained through the heat treatment and pulverization was further pulverized by a ball mill, and 
the powder of the sub micron order was obtained. The powder was subjected to heat treatment at 800 * C 
for 2 hours, and then filled in a silver pipe having the outer diameter of 12mm and the inner diameter of 

9mm. , 
40 The powder filled in the silver pipe was drawn to 1mm, and the as-obtained wires were put together into 
a silver pipe having the outer diameter of 12mm and the inner diameter of 9mm, to provide a multi- 
filamentary wire having 61 filaments. The as-obtained wire was further drawn to have the diameter of 

1 °The multi-filamentary wires after drawing were twisted to have the twist pitches of 500mm, 100mm, 
45 50mm and 10mm, respectively, and lightly drawn to have the diameter of 0.98mm*. The resulting wires 
were rolled to have the tape width of 3.0mm and the thickness of 0.22mm, and then subjected to heat 
treatment at 850 -C for 50 hours. Thereafter, the wires were further drawn to have the thickness of 0.20mm, 
and subjected to heat treatment at 850 -C for 50 hours. Thereafter, the wires having different twist pitches 
were cut to have the length of 40mm, critical current Ic thereof was measured, and the influence of the 
50 twisting on the Ic was studied. 

As a result, the critical currents were 21 A, 20A, 19A and 17A in the wires having the twist pitches of 
500, 100, 50 and 10mm, respectively, and Ic was not significantly reduced, though it was slightly lowered as 
the pitch was made smaller. The results were when a d.c. current was applied. 

The twist angles of the wires having the twist pitches of 500, 300, 200 and 100mm were studied, which 
55 were 0.3", 0.5°, 0.9' and 1.7', respectively. By using these tapes, .property under strain of the Ic was 
studied at the bending diameter of 20mm. 

The influence of the twist pitch was studied in accordance with the ratio K (K = lc/lco) of the Ic (lc 0 ) 
before bending and Ic after bending, the value K was 0.7, 0.85, 0.9 and 0.9 for the twist angle of 0.3", 0.5 \ 
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09- and 1.7-. respectively. It was recognized that the property under stain was improved as the twist 
anole increased It was found that the effect was obtained when the angle was made at least 0.5 
"''Fo ong oxide superconducting multi-filamentary wires having the.length of 13m and w.s * patches of 
S00 100 50 and 10mm respectively were fabricated, and the resulting w,res were wound m the shape o 
pancakes Each coil has the outer diameter of 100mm,. the inner diameter of 40mm* and the he.ght of 
6mm Four coils were fabricated, using superconducting wires having mutually different tw.st P'*^ 

The ac loss of the coils obtained in this manner was measured and compared by us.ng an .appara us 
such as shown in Fig. 10. as in Embodiment 1 . More specifically, an a.c. current having the effect.ve value 
5A and the frequency of 50Hz was applied to the coil in liquid nitrogen, and only the -.stance 
component of the voltage generated at both ends of the coil was detected m accordance w.th the 0 phase 
sinnal of the lock-in amplifier, and the a.c. loss was compared. 

As a result! the a.c loss of the wires having twist pitches of 500, 100. 50 and 10mm was 190mW. 
ifiOmW 120m Wand 10mW, respectively. . 

to can be understood from the result, the a.c. loss was reduced remarkably as the tw.st p.tch was 

' 5 "^A Tngoxide superconducting wire having the length of 50m was fabricated under the same conditions 
as above except that it was not twisted after drawing. The resulting wire was wound m a double pancake ,n 
the similar manner and the a.c. loss was measured in the similar manner, wh.ch was 300mW. 

"understood from the foregoing that when a long wire is manufactured in the steps o fdraw „ng and 

2 o rolling if the wire is twisted after drawing, it comes to have superior bending characterist.es ess 
degradation of lc and the a.c. loss of the coil can be significantly reduced, when the w.re ,s wound into a 
coil. 
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(Example 4) 

Bi 2 0 3 PbO SrCOa.CaCOa and CuO were mixed to have the composition ratio of 
Bi Pb Sr Ca Cu = 1 81 0.40:1 .98:2.21 :3.03. The mixed powder was successively subjected to heat treatments 
fn thf ambient atmosphere at 750 -C for 12 hours, 800 -C for 8 hours and in a reduced pressure 
atmosphere of 1Torr, at 760' C for 8 hours. At the end of each heat treatment, the powder was pulverized 
The powder ob ained through the heat treatment and pulverization was further pulverized by a ball mU. and 
me powder 0° sub micr on order was obtained. The powder was heat treated at 800 • C for 2 hours and filed 
r a n alloy Pipe of silver to which 10% gold was added, having the outer diameter of 12mm and the .nner 

diam The r powdeT'fi..ed in the silver alloy pipe was drawn to 1mm. and the as-obtained wires were put 
together and inserted into an alloy pipe of silver and 10% gold having the outer diameter of 12mm jnt the 
inner diameter of 9mm. to provide a multi-filamentary wire having 61 filaments. The w.re was further drawn 

t0 ^u e nl 1 enZ wires after drawing, which had circular cross section were twisted to have- the 
twist pitches of 500mm. 100mm. 50mm and 10mm, respectively, and lightly drawn to 0 98^ The as 
obtained wires were rolled to have the thickness of 0.22mm and subjected to heat treatment at 850 C fo 
50 hours Thereafter, the wires were further rolled to have the thickness of 0.20mm and subjected to heat 
treatment at 850 -C or 50 hours. Thereafter, wires having different twist pitches were cut to have the ength 
of 400mm the critical current lc of the wires was measured, and the influence of the tw.st on the lc was 

StUd As d a result, the critical currents were 21A, 20A, 19A and 17A in the wires having twist pitches of f 50 0 
tOO 50 and 10mm. and lc was not significantly reduced, though it was slightly decreased as the pitch was 
made smaller. The results were when a d.c. current was appl.ed. 

In this manner, four long oxide superconducting multi-filamentary w.res having the length of 13m and 
mut ally dZent twist pitches were fabricated, and the resulting wires were wound ,n _«hj .shape o 
pancakes Each coil has the outer diameter of 100mm*. the inner diameter of 40mm* and the he.ght of 
6mm Four coils were fabricated using superconducting wires of mutually different tw.st p.tches. 

The a c loss of the coils obtained in this manner was measured and compared by using an apparatus 
such as shown in Fig. 10, as in Example 1. More specifically, an a.c. current having the effect.ye value of 
5A and frequency 0 f 50Hz was applied in liquid nitrogen, and only the resistance component of he. voltage 
generated at both ends of the coil was detected in accordance with the 0' phase s.gna. of the lock-.n 
amniifier and the a.c. loss was compared. . 

As a result, the a.c. loss was 80mW, 35mW, 33mW and 5mW in the wires hav.ng the tw.st p.tches of 

500, 100, 50 and 10mm, respectively. 
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As is apparent from the results, the a.c. loss was significantly reduced as the twist pitch was reduced. 

A long oxide superconducting wire having the length of 50m was fabricated under the same conditions 
as above except that it was not twisted after drawing. The obtained wire was wound similarly in a double 
pancake, and the a.c. loss was measured, which was 300mW. 

It is understood from the foregoing that when a long wire is manufactured, in the steps of drawing and 
rolling, if the wire is twisted after drawing, the a.c. loss of the coil can be significantly reduced when the 
wire is wound into a coil. 



(Example 5) 

10 

By using the tape-like superconducting wire covered by a metal sheath in accordance with the present 
invention, a small coil having the specification shown in Table 1 below was fabricated and the a.c 
conduction characteristics was studied in accordance with the conduction conditions specified in Table 2. 
Silver or silver with 10% Au added thereto was used as the metal sheath. The twist pitch was 20mm and 
75 50mm, and a wire which was not twisted was also fabricated for comparison. 

Table 1 



Coil Specification 


coil 


inner diameter 


20mm4> 


outer diameter 


40rnm4> 


height 


12mm 


double pancake 


2 


tape wire 


sheath metal 


Ag or Ag + 10%Au 


width 


2.7mm 


thickness 


0.72mm 


length 


3m/double pancake 



Table 2 



Conduction Condition 


frequency 


30Hz 


applied current 


10A 


peak magnetic field 


±321 gauss 


temperature of measurement 


77K (in liquid nitrogen) 



The result of measurement of the a.c. loss measured by using the apparatus shown in Fig. 10 as ii 
Exampie 1 is as shown in Table 3 below. 
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Table 3 



70 



75 



twist pitch 


a.c. loss _ ; 


when Ag was used for metal sheath 


when Ag + 10% Au was used for metal sheath 


20mm 


100mW 


10mW 


50mm 


150mW 


20mW 


not twisted 


200mW 


70mW 



By collecting a plurality of oxide superconducting wires fabricated in the manner as described above. 
- °T SSTSr JSE Z Syt £ manufacture of a bismuth superconducting wire 

" - KMSSKS in detail, it is c^^j-Hj 

the same fs by way of illustration and example on.y and is not to be taken by way of l.m,tat,on. the sp.nt 
and scTpe of the present invention being limited only by the terms of the appended claims. 



20 Claims 

1. A tape-like oxide superconducting wire including a plurality of filaments of oxide superconductor (1) 
embedded in a matrix (2), wherein 

each said filament (1) is twisted spirally along longitudinal direction of said tape wire: 
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2. The oxide superconducting wire according to claim 1, wherein 

pitch of said twist is at least the width of said wire. 

3. The oxide superconducting wire according to claim 1 , wherein 

said matrix (2) is silver or silver alloy. 

4 The oxide superconducting wire according to claim 1, wherein _ 

said oluralitv of filaments (1) are each covered with silver or silver alloy (2), and 
r^S^made of a metal or a metal alloy having resistance value at room temperature 
higher tha hat o hver or silver alloy and in a range of 10- to 10-Qm is fabricated to surround at 
leasl one of said filaments (1) covered with silver or silver alloy (2) in the longitudinal d.rect.on of sa.d 
wire. 

5 An oxide superconducting coil consisting of a tape-like oxide superconducting wire including a plurality 
of filaments of oxide superconductor (1 ) embedded in a matrix (2), where.n 

each laid l fHament (1) is twisted spirally along a longitudinal direction of said tape w.re. 

6 An oxide superconducting cable conductor consisting of a tape-like oxide superconducting wire 
Eluding a pKty of filaments of oxide superconductor (1) embedded in . matrix (2). where.n 

each saw filament (1) is twisted spirally along a longitudinal direction of sa.d tape w.re. 

•7 a met hnH nf manufacturinq an oxide superconducting wire including the steps of heat treating and 
7. A method of man " ,a 2 ur '^ 3 h n ° J mainly consi sting of an oxide superconducting matenal, 
Zing to pro idT a si «.amen"y wire (4/and putting together as-obtained 
w re (4) o provide a multf-fi.amentary wire, drawing and rolling, and further heat treaty where.n 

fn the steps of drawing and rolling after the multi-filamentary wire ,s prepared, the as-obta.ned wire 
having a circular cross section is twisted after drawing and before rolling. 

8 The method of manufacturing an oxide superconducting wire according to claim 7, wherein 
after said wire is twisted, the wire is again drawn and then rolled. 



The method of manufacturing an oxide superconducting wire according to claim 7, wherein 
twist pitch after rolling is made to be at least the width of the wire after rolling. 
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10. The method of manufacturing an oxide superconducting wire according to claim 7, wherein 

angle of inclination of the twist after rolling is made at least 0.5 ■ with respect to a direction of said 
wire. 

11. A method of manufacturing an oxide superconducting wire, including the steps of heat treating and then 
covering with a metal sheath, a powder mainly consisting of an oxide superconducting material, 
drawing to provide a single-filamentary wire (4) and putting together as-obtained single-filamentary 
wires (4) to provide a multi-filamentary wire, drawing and rolling, and then heat treating, wherein 

a metal or metal alloy having a resistance value at a room temperature higher than that of said 
metal sheath and in a range of'lO" 6 to 10" 10 nm is provided on a surface of the single-filamentary wire 
(4) or at an interface between said oxide superconducting material and said metal sheath, before the 
single-filamentary wires (4) are put together to provide said multi-filamentary wire. 

12. The method of manufacturing an oxide superconducting wire according to claim 11, wherein 

in the steps of drawing and rolling after said multi-filamentary wire (4) is prepared, after drawing, 
the as-obtained wire having a circular cross section is twisted. 
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FIG. 1 
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FIG. 4 
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FIG. 5 




FIG. 6 
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FIG. 7 
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FIG. 9 
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FIG. 10 
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